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The solns, are regenerated by precipitating the Cu with an excess 
of Fe powder, sepg. the Fe-Cu residue formed and oxidising the ferrous 
chloride to the ferric state with Cl. In order to achieve the stated 
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4.3 moles/litre concn. Before the said soln. is oxidised, the expess 
. J ferrous chloride is removed by adding HC1 to produce a concn. of 1-2.48 
moles/litre, the ferrous chloride is allowed to crystallise put and the 
said ferrous is sepd. by decanting. 

Referring to the drawing, 1 is the both with the spent etching 
soln., 2 is the reactor for Cu pptn. r 3 is a reactor for collecting the 
Fe-Cu residue, 4 is a reactor for crystallising out the ferrous 
... chloride and 5 is the supply of cone, HC1. 

USE /ADVANTAGE - Is used in the radio and electronics. The etching 
soln. balance is maintained before and after regeneration by avoiding 
the formation of excess ferric chloride. - 
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